
AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


December 21, 1978 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 

CONSULTANT'S REQUEST 


Coin Number 
E-6740-B 


Enclosed are the following coins for your opinions 


Owner's Value 

$3,600.00 


Comments Consultant's Opinion 


Re-exam of piece, please 
see Dick Pickers notes. 


n 7 4 t*v oU v-ltdA, 




Total Value $ 3,600.00 

Check enclosed for return postage 


Sincerely, 




John Hunter 
AN ACS 




AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


February 8, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


CONSULTANT'S REQUEST 



Enclosed are 

the following coins for your 

opinions 

Coin Number 

Owner's Value 

Comments 

Consultant's Opinion 

E-9052-B 

$ 10,000.00 

Submitted as repaired. > D M V if) 

Edge appears wrong without / & 7 a 



repairing — S.G. 17.39 


E-9397-B 

250.00 

S.G. 7.29 

H 74 EG 

E-0042-C 

500.00 

Copper die trail per 
Scott Catalog. S.G. 9.0 

mo /-& 


Total Value $ 10,750.00 

Check enclosed for return postage 
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AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


February 15, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


CONSULTANT’S REQUEST 
Enclosed are the following coins for your opini 


Coin Number 

Owner's Value 

Comments 

E-0237-C 

$100.00 

S.G. 8.57 

E-0250-C 

700.00 

S.G. 7.47 

E-0260-C 

500.00 

S.G. 10.31 



( 7 >/ 

Wvi 1, - CL 




Total Value $1,300.00 

Check enclosed for return postage 
Sincerely, 



$ *5 


5 ? 




ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 


6^50 Cecil Avenue, St. Louis 5 , Missouri 


February 21, 1979 


REGISTERED MAIL 


Mr. John Hunter 
ANACS 

818 North Cascade 
Colorado Springs, CO 80903 

Dear John: 


E-9052-B 1848 $2% gold piece with CAL. Wt . 4.21 grains. 17.39 sp. gr. 

Obverse edge nick directly under point of bust. Border imper- 
fection 5th & 6th star counting clockwise. Tooled area in 
field between 6th & 7th star counting clockwise. On the reverse 
there is a tooled area in the field under ME. The 2 of the 
fraction has been tooled extensively as the front lower left 
part of the 2 should be a sharp point and is not. The lower line 

of the 2 is defective and the right end of the 2 has been 

reworked so that the triangular serif is gone. The tooled area 
on the obverse is exactly opposite the lower part of the 2 in 
the fraction of the reverse, indicating a hole might have been 
drilled or punched through the coin. Such a hole would readily 

show up in our x-ray photo, but this test is not really needed. 

The coin is apparently gold plated after having been repaired 
and tooled, as it has a granulated surface rather than a normal 
one. The CAL. has been checked and is in proper position. The 
coin is genuine but substantially altered in an attempt to 
repair its damage. 

E-0250-C 1776 Continental Dollar Variety 2-C. Wt . 16.32 grains. Sp. gr. 

7.47. Very weak particularly in MIND YOUR BUSINESS and the 
sundial. Very gray. A raised dot is over the top of ON in ONE 
and this is a casting defect. Instead of edge decorations it 
has file marks between the centers of the N.J. and Penn links. 
This is the sprue. The balance of the edge has decoration. This 
is a cast forgery. 

E-0237-C 1721 H Mint French Colonial Son found near Fort Chartres, 111. 

by H. W. Wohlwend, 101 Woodlawn Place, Marion, 111. This is the 
second one I know of which has been found there. Genuine. 


E-0260-C Mass. Pine Tree 3d. Noe 34. Wt . 1.11 grams. Sp. gr. 10.31. Genuine. 


Sincerely , 


jah - Ends. 

A NON-PROFIT CORPORATION FOR EDUCATION 
THROUGH RESEARCH AND EXHIBITION 
OF COINS, CURRENCY AND HISTORIC OBJECTS 


Eric P. Newman 
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ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 



6450 Cecil Avenue, St. Louis 5 , Missouri 

February £2 , 1979 




ANACS 

818 North Cascade 
Colorado Springs, CO 80903 



Dear John: 

E-0042-C 1776 Continental Dollar Variety 1-C in very pure bright copper. 

Wt . 8.66 grams. Sp. gr . 9.00. Alleged to a die trial ex Dr. 

H. M. Smith in 1971 ex David W. Bullowa about 30 years before. Th 
coin is about half of the thickness of a normal Continental 
Dollar. No edge decoration. Perimeter is cut down so only 
lower part of letters and upper part of date shows on obverse 
with clip out of edge eliminating almost all of NC. Areas near 
edge on reverse similarly are not there. Design is clear and 
strong. Surface is shiny. Die break at FUGIO has not developed. 
It could not be a die trial because it contains a raised lump 
under the right upright of the N of ONE and such a lump is not 
found on the reverse die used for any Continental Dollars. This 
is further confirmed because of the obverse die break which 
developed next to FUGIO after the use of this unbroken state of 
the obverse. Pure electrolytic copper was unavailable in 1776, 
and the specific gravity is too high because of it. This is an 
electrotype which may be solid electrotype made by immersing two 
negative wax or other casts. No such piece has been described 
before to my knowledge. False. 

E-9397-B 1776 Continental Dollar Variety 3-D with V' hole through center. 

Raised lump under ring below second R of CURRENCY. Very weak. 

Edge not decorated. Crude cast forgery. Sent in by Blackburn 
& Blackburn, Ltd. 

E-6740-B 1776 Continental Dollar Variety 2-C. 17.19 grams. 7.65 specific 

gravity. I examined this before and had grave doubts about it. 
Perhaps I like to be absolutely certain. The gas holes on the 
base of the sundial make the coin suspect. The damage to G in 
FUGIO, to the 0 of ONE and to the inner circle between E and R 
on the reverse is not an accident to this coin as it is too 
smooth and is cast. I am concerned as to why the edge is so good 
The Sundial is very weak as is the legend below it. The coin 
apparently is cast and I'll agree it is a forgery. 

Sincerely , 


t/ 

Eric P. Newman 

i 

jah 


A NON-PROFIT CORPORATION FOR EDUCATION 
THROUGH RESEARCH AND EXHIBITION 
OF COINS, CURRENCY AND HISTORIC OBJECTS 
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AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


February 22, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


Coin Number 
E-0536-C 


CONSULTANT’S REQUEST 

Enclosed are the following coins for your opinions 
Owner's Value Comments 


$1,750.00 


S.G- 


?. /£>• 


Consultant's Opinion 


Total Value $ 1,750.00 

Check enclosed for return postage 





AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


March 2, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


CONSULTANT’S REQUEST 

Enclosed are the following coins for your opinions 

Coin Number Owner's Value Comments Consultant 1 s Opinion 

E-0096-C $ 7,500.00 S.G. 15.8 - 16.3 WU 4*'/'' ******* 

E-0349-C 125.00 S.G. 9.02 - looks like % an electro 


Total Value $ 7,625.00 

Check enclosed for return postage 
Sincerely, 




John Hunter 
AN ACS 


ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 


6^50 Cecil Avenue , St. Louis 5, Missouri 


March 19, 1979 

REGISTERED MAIL - 7? ^ 3 ^ £0/b 


Mr. John Hunter 

ANACS 

818 North Cascade 

Colorado Springs, CO 80903 

Dear John: 

E-0536-C 1788 Chalraer's Shilling with long worm. Wt. 3.212 grams. Sp. 

gr. 10.25. This coin lacks the edge milling just as other 
short worm shilling forgeries submitted in the last year or so. 

All shillings we know have crude edge milling. This coin has 
excellent centering. Its condition appears slightly worn, but 
its coloration is too perfect. All high elements are light and 
uniform in color with no color blemishes and the field is dark 
and uniform in color. Both sides have identical color features. 
This makes it appear artificially colored. There are no scratches 
or blemishes which appear to have been accidents to the coin 
itself, only minor depressions which appear cast. The scratch 
from the bottom of the C in CHALMERS across the field and through 
the ornament cannot be a planchet defect or an accident to this 
coin, but seems cast into the coin. This evidence is not 
sufficient to make me positive that this is a forgery, but my 
opinion is that it is a forgery. Picker should look it over 
also. 

E-0096-C 1796 Quarter Eagle, no stars. Wt. 38.24 grams. Sp. gr. 15.76. 

The obverse surface appears worn and well polished. The reverse 
surface has very weak stars, weak eagle head, and weak ribbon 
letters, much weaker than the balance of the reverse. The reverse 
has a cleaned granulated look. It differs from the obverse surface 
texture. The edge milling is complete and excellent. This is in 
my opinion one of the new cast forgeries made with the port in 
the obverse field. Picker and Bowers should see this. 

E-0349-C Rose Sine Spina face of Rosa pattern. 3.7965 grams. Sp. gr. 

9.02. This is a copper electrotype shell with metal adhering to 
the back from former joinder to another shell. 

The coins are returned herewith^- 



jah - Ends. 

A NON-PROFIT CORPORATION FOR EDUCATION 
THROUGH RESEARCH AND EXHIBITION 
OF COINS, CURRENCY AND HISTORIC OBJECTS 
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ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 

6450 Cecil Avenue , St. Louis 5 , Missouri 


April 12, 1979 





L 1 


Hr. John Hunter 
ANACS 

818 North Cascade 
Colorado Springs, CO 80903 

Dear John: 



E-7333-B - Oak Tree 6 pence. Noe 21. Weight 2.051 grams. Specific 

gravity 10.21. This piece has been heavily dented on the 
reverse and the diagnostic S on the obverse cannot be read 
The color and oxidation appear normal. In my opinion, the 
coin is genuine. 


I am sorry I delayed in returning this piece. 


Sincerely, 


Eric P. Newman 


jah 

Enel. 


A NON-PROFIT CORPORATION FOR EDUCATION 
THROUGH RESEARCH AND EXHIBITION 
OF COINS, CURRENCY AND HISTORIC OBJECTS 



AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


April 16, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


CONSULTANT’S REQUEST 

Enclosed are the following coins for your opinions 

Coin Number 
E-2104-C 
E-2316-C 


Owner's Value 
$ 100.00 
600.00 


Consultant's Opinion 


Comments 

l fksvyyv fr-jrv. 

mo c. e. 


Total Value $700.00 

Check enclosed for return postage 

Sincerely, 



John Hunter 
ANACS 




AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


May 23, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


CONSULTANT'S REQUEST 


Coin Number 

E-3284-C 

E-3296-C 

E-3669-C 


Enclosed are the following coins for your opinions 


Owner's Value 
$ 3,000.00 
375.00 
1 , 000.00 


Comments 


/77^ ^cx-C 0-dl f — ( 




nvir 


Consultant's Opinion 


P 




'VW> 


Total Value $ 4 , 375.00 

Check enclosed for return postage $ — 

Sincerely, 



ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 


6450 Cecil Avenue, St. Louis, Missouri 63105 


£ /.vc a ^ a 


REGISTERED - 


June 7, 1979 




Mr. John Hunter 
ANACS 


818 North Cascade 
Colorado Springs, CO 80903 

Dear John: 

E-3296-C 1722 Rosa Americana %d DEI GRATIA on obverse and UTILE DULCI 


with a normal U on the reverse. Unc. Wt. 5.185 grams. Sp. 
gr. 8.28 R of REX and some of D of DULCI obliterated by 
attempted puncture or filled hole, but defect appears cast 
rather than accident to coin. Porosity throughout coin, a 
large depression being next to stop after REX. Copper colored 
streak between second G of GEORGIUS and hair under bow. Edge 
has four or five file lines running around it and these are 
not normal to struck coin. Bright yellow golden obverse and 
darkened reverse. Cast forgery. 


E-3669-C 1760 Voce Populi Nelson 6. Wt . 6.910 grams. 8.75 Sp. gr. 


E-3284-C 1776 Continental Dollar. Variety 1-C. Wt . 16.32 grams. 


Sp. gr. 7.47. Very dark unnatural color in many areas. Reverse 
is 225% clockwise if burned on horizontal obverse axis. Outer 
circular line missing from 12 to 1:30 o'clock. Horizontal member 
L not struck up. In the center of the Georgia link on the 
reverse there is a pool of metal with a connection to the link. 
Dent under 0 of S. CAR0LIN appears cast and not an accident to 
the coin. Same is true of dent on edge opposite DELAWARE. P 
of HAMPS, G of VIRGINIA, A of DELAWARE, and R of MARYLAND are 
all malformed. Rim deterioration outside CO, over R and under 
776 appears cast. Edge decoration missing opposite INE and 
generally weak. Cast forgery. 


weak and worn. Genuine 


The above coins are enclosed 


Sincerely 


Eric P. Newman 


jah 
Ends . 
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ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 

6450 Cecil Avenue, St. Louis, Missouri 63105 


- REG IS TE RS) — 

Mr . John Hunter 

ANACS 

818 North Cascade 

Colorado Springs, CO 80903 

Dear John: 

E-3296-C 1722 Rosa Americana %d DEI GRATIA on obverse and UTILE DULCI 

with a normal U on the reverse. Unc. Wt . 5.185 grams. Sp. 
gr. 8.28 R of REX and some of D of DULCI obliterated by- 
attempted puncture or filled hole, but defect appears cast 
rather than accident to coin. Porosity throughout coin, a 
large depression being next to stop after REX. Copper colored 
streak between second G of GEORGIUS and hair under bow. Edge 
has four or five file lines running around it and these are 
not normal to struck coin. Bright yellow golden obverse and 
darkened reverse. Cast forgery. 

E-3669-C 1760 Voce Populi Nelson 6. Wt . 6.910 grams. 8.75 Sp. gr. 

weak and worn. Genuine. 

E-3284-C 1776 Continental Dollar. Variety 1-C. Wt. 16.32 grams. 

Sp. gr. 7.47. Very dark upnatural color in many areas. Reverse 
is 2257o clockwise if^?urned on horizontal obverse axis. Outer 
circular line missing from 12 to 1:30 o'clock. Horizontal member 
L not struck up. In the center of the Georgia link on the 
reverse there is a pool of metal with a connection to the link. 
Dent under 0 of S. CAROLIN appears cast and not an accident to 
the coin. Same is true of dent on edge opposite DELAWARE. P 
of HAMPS, G of VIRGINIA, A of DELAWARE, and R of MARYLAND are 
all malformed. Rim deterioration outside CO, over R and under 
776 appears cast. Edge decoration missing opposite INE and 
generally weak. Cast forgery. 

The above coins are enclosed. 


June 7, 1979 


h a . , l 
& 


p 0,^t 


] ha r 


Sincerely, 


jah 
Ends . 


Eric P. Newman 


I 


A T 

ANACS 

January 23, 1976 
Page 2 - 


A v 


A-2896 

B-4829 

B-3898 

A-4159 

A-4373 

8235 


179? U.S. Cent. Too worn to determine the date or variety. Possibly S. 189. 
Genuine 

Well worn 1787 Fugio Cent with diagonally applied mirled edge. Edge applied 
long after striking and shows no wear. or abuse as coin faces do. Altered 
coin. False edge. 

1874 Trade Dollar. The area under DOLLAR is rough from overheating during 
striking. The field has a proof surface but the devices do not seem to 
have it. The coin is genuine. Whether It Is a proof is too controversial. 

1799 U.S. Dollar Bcllender 12b. The edge planchet defect opposite the lower 
left star is natural (possibly caused by a piece of ash). The edge lettering 
is weak and doubled in part. The coin is genuine. 

1776 Continental Dollar. Weight 267.5 grains. Sp » -* surface 

color is much brighter than normal pieces. The "edgehas the leaf design, 
but it is too broken up. The reverse is 30 degrees offset clockwise if the 
coin is turned on a vertical axis. The specific gravity should be over 7 
as the piece should be primarily tin. False. (Please recheck specific 
gravity as it was not measured by ANACS). 

New England 3d. Holed. Raised diagonal bar on NE side near bottom. 10.25 
Sp. gr. This coin was one of two attached by soldered silver links to an 
alleged seventeenth century Indian silver arm band. The coins and band 
examined by me in 1961. Lfy July 3, 1961 opinion was that the coins were 
false. The coin submitted was not detached then, but is now. The coin 
weighs 25% grains which is too much in excess of the 18 grains which it 
should weigh without a hole. The hole is too round and shows no wear v*iere ' 
it was hung on the arm band. The hole is in the identical place as the 
hole in the pierced Yale specimen. The planchet is too round for 6uch pieces. 
The form of the NE and III i6 unknown on a genuine piece. The piece is false. 
The mate to it also is false. 


B-4760 (1785) Bar Cent Wt. 5.4218 grams. Sp. gr. 9.0. The left side stroke of 

the A is not raised where it crosses the S as is true on choice examples. 

It is on the same level as on Bolen copies, but this is not a Bolen copy. 

The coin has a proper die break on the reverse. The left stroke of the A 
vrfiere It crosses could have become flat due to die wear or circulation. The 
weight, color, texture, edge and specific gravity are normal. Bolen probably 
copied a piece in this condition or he would have cut the A over the S. 
Genuine. 



EPN : jah 
Ends. 


Eric P. Newman 



AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


September 10, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 

CONSULTANT'S REQUEST 


Enclosed are the following coins for your opinions 


Coin Number 

A-4373 

Owner s Va 
$ 1 ,000.00 

lue 

> 

Comments Consultant s Opinion 

E- 3284- C 

3,000.00 

Re-exam - coins from same dies? 

ni j, 

E-8373-C 

300.00 


Clipped? Af&C, 1 

E-8392-C 

10,000.00 


Donation to museum we would like checked. 


1 Up &»jMX 2-C. 


Total Value $ 14,300.00 

Check enclosed for return postage 




ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 


6450 Cecil Avenue, St. Louis, Missouri 63105 


September 24, 1979 


~Al a^e^C 7 


REGISTERED MAIL ^ ^ <3 ^ ^ ^ ^ 

- V . <? <3 


Mr. John Hunter 
ANACS 

818 North Cascade 
Colorado Springs, 


**-( 

CO 80903 


Dear John: 


E-8373-C 


E-8392-C 


Mass. Pine Tree Shilling Noe 1 cut down from normal size 
to small planchet size. Die break on reverse well 
developed. 2.7 grams. 10.32 sp. gr. Genuine but altered 
in 17th century to pass as a small planchet shilling. 

1776 Continental Currency Dollar Variety 2-C. Unc. Lovely 
gray color. Sharp. 16.042 grams. 7.53 sp. gr. Reverse 
is 225 degrees clockwise if obverse is turned on horizontal 
axis. Genuine. 


E-3284-C - 1776 Continental Dollar 1-C. My opinion on June 7, 1979 
was that this was bad. I was not and am not sure. The 
missing portion of the ring could be caused by the die 
filling with metal from a prior strike and then this was 
struck. The weakness in the nearby L shows interference of 
some kind. This piece is the victim of tin pest. There is 
a test cut on the edge next to N of CURRENCY. It is a weak 
strike because the lower part of some letters are bifurcated. 
All my prior observations are still true. Because I am not 
sure I am willing to withdraw my opinion since Picker feels 
it is genuine. I still have some doubts but cannot be 
certain. 


A-4373 - 1776 Continental Dollar. This was declared bad in my 1/23/76 

letter. The specific gravity has been corrected to 7.45 
which is normal. The coin has been cleaned. The edge has 
been crushed and filed. There is a small amount of tin pest 
in the field around the date. Because of the change in the 
determination of the specific gravity I am changing my opinion 
to genuine. 


The above coins are returned herewith. 



Eric P. Newman 




jah 

Enel. 
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AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


July 20, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


CONSULTANT’S REQUEST 


Coin Number 
E-6107-C 

E-6108-C 


Enclosed are the following coins for your opinions 

Owner’s Value Comments Consultant’s Opinion 

^ 600.00 AJo-£> l- A 00 

400.00 Zw /wV 



Total Value $ 1 >0 00.00 

Check enclosed for return postage 





/Z 


AN ACS 



AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


August 13, 1979 


Mr. Eric P. Newman 
6^50 Cec i 1 Avenue 
St. Louis, MO 63105 

CONSULTANT’S REQUEST 

Enclosed are the following coins for your opinions 

Coin Number Owner’s Value Comments Consultant's Opinion 

$ 

Two $10 Indians Gold - Enclosed Report # 2 

1907 $20 High Relref - M Ray dep. tooling ME of America 


Total Value $ 

Check enclosed for return postage 
Sincerely, 



-$ 




ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 

6450 Cecil Avenue , St. Louis, Missouri 63105 


September 6, 1979 


Mr. John Hunter 
ANACS 

818 North Cascade 
Colorado Springs, CO 80903 

Dear John: 


1 am returning herewith: 

E-6107-C Large Pine Treel2d Noe 1-A. Die break heavy. Unc Frosty. 

Wt. 4.65 grams. Sp. gr. 9.97. Genuine. 

E-6108-C Pine Tree Noe 29. Wt. 4.48 grams. 10.04 sp. gr. Xf dark. 
Genuine. 

1915 S Eagle - Counterfeit with reverse tooling on stem. 

1916 S Eagle - Counterfeit with some reverse as above. 

1907 Roman letters double eagle - Counterfeit with Omego depression and 
collar with large division bars. 

Thank you so much for letting me see the above U. S. counter- 
feits. 


Sincerely , 


Eric P. Newman 


Jah 

Ends. 


REGISTERED MAIL # Giyas' 
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AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


June 19, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


CONSULTANT’S REQUEST 

Enclosed are the following coins for your opinions 
Coin Number Owner's Value Comments Consultant's Opinion 


E-3896-C 

$ 

52.00 

/7<f? us 

E-4017-C 

13,750.00 


io v,y 

E-4636-C 

700.00 

nsr \fg&M0AJTS 

, Sji&vAj 

E-4750-C 

5,000.00 



Total Value 

$ 19,502.00 



Check enclosed 

for return postage — 

■ — $ 




* * 


AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 



Coin Number 

Enclosed are 
Owner's Value 

the following coins for your opinions 

Comments Consultant 

E-4914-C 

$250.00 


E-4915-C 

85.00 


E-4921-C 

2250.00 


E-5081-C 

250.00 

for— u) 

E-5135-C 

1000.00 


E-5225-C 

200.00 

\Y\i 

E-5353-C 

500.00 

Fabrication? [a. 

E-5504-C 

125.00 

/ 7 ~i^P ^trtrjLo/ ^>^01 

Total Value 

$ 4,660.00 



Check enclosed for return postage 




AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 

July 11, 1979 

Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 



Coin Number 

E-5888-C 

E-5935-C 


CONSULTANT'S REQUEST 

Enclosed are the following coins for your opinions 

Owner's Value Comments Consultant's Opinion 

$ 275.00 'bhdb-j 

500.00 &++ ^ f /yi 


Total Value $ 775.00 

Check enclosed for return postage 




ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 


^ ^ <yo~& — &'tO 

7 ^. A3- 

t 7. *3 


6450 Cecil Avenue , St. Louis , Missouri 63105 


July 17, 1979 ^ ^ 


Mr. John Hunter 
ANACS 

818 North Cascade 
Colorado Springs, CO 80903 


Dear John: 
E-4750-C 

E-4636-C 

E-3896-C 

E-5935-C 

E-5888-C 

E-4017-C 

E-4915-C 

E-5504-C 

E-5225-C 

E-5353-C 

E-5081-C 


Confederate Cent in copper nickel. Wt . 4.121 grams. Sp. gr . 

8.98. This has some wear and has lost its proof surface. It 
is one of the original 12 pieces struck. Genuine. 

Vermont s. Very dark patina. XF. Wt . 10.15 grams. 8.49 Sp. 
gr. Well centered. Genuine. 

1788 Mass. Cent. Heavily worn. Wt. 10.15. Sp. gr. 8.49. 

Genuine. 

1723 Rosa Americana %d Uncrowned rose. Dark. Rough. 3.963 
grams. 7.28 sp. gr. Genuine. 

1788 Chalmers shilling short worm. Slightly dished on worm side. 

No edge ridges or design. Edge is raw and smoothed. This is 
similar to many other forgeries of this piece. A dangerous forgery. 
Suggest that Picker check it. Please send me photo . 

1851 Baldwin $10. Triangular die break from circumference into 
center of fourth star up from bottom on left side. Worn and 
dented. G in GOLD damaged. Genuine. 

Fugio Cent. States United. Crack from ornament under center 
of stylus to cinquefoil following date. Wt . 9.30 grams. 8.96 
sp.gr. VF. Genuine. 

1723 Woods %d. Genuine. 

1791 Washington Cent. Large Eagle. Wt. 11.54 grams 8.75 sp, 
gr. Raised lump under space between NT of CENT and another to 
right of T of CENT. Joinder line at edge. Electro forgery. 

1652 Mass. Pine Tree 12d. Much too thick planchet. 1 of date 
looks like a T from copying the die break. 10.502 grams. 10.27 
sp.gr. A common forged copy. 

Rhode Island Token. Brass with ornaments complete. Rough surface. 
12.05 grams. 813. sp. gr. Heavy circular indentations running 
around edge. Common modern forgery. 


Mr. John Hunter 
ANACS 

July 17, 1979 
Page 2 - 


E-4921-C 1776 Continental Dollar. 1-C. 17.074 grams. Sp. gr. 7.33. 

Crude cast forgery. 

E-4914-C 1652 Pine Tree Shilling. Large planchet. 4.135 grams. Sp. gr. 

10.17. Genuine. 

E-5135-C Bar Cent. 5.570 grams. 8.95 sp. gr. Die break at end of second 

bar. VF. Leg of A barely shows over S. Apparent dent across 
right riser of U and left leg of A below diagonal of S. Unnatural 
raised rough areas below left leg of A and to right of lower part 
of right leg of A. Unnatural depression between right end of S 
and top of A. The edge appears to have been properly scored by a 
planchet cutter. Nevertheless I suspect the piece very strongly. 
Have Picker look at it. Though not positive, my opinion is forgery 

The coins are enclosed. I hope we have been helpful. 


Sincerely, 



Eric P. Newman 


jah 

Ends . 


REGISTERED MAIL 




E - + 7 iO-G 








e 


IGG 8 S 8 -G 


QeUajLsuS&L &~dh^ <°-^ - 

jS ^ ^ I „ Q -V 

<rvLjp 

'*tj-Osy\AjUU\^& 


UJ trvn — t 

tfcg 




\fjiaAy^y 
Ut‘ ) 0 . I S 



s . V *T ^ 



kJux# 

» 


, xf\ 


| 7 £^ 8 \cuU. (iudt. 

JJ-. 10 . If A^> ■ ^ ^ 

I 7 2,3 |tW X- 4 Osv^wrndt sUxd , 

4 Xjl^e ; . 3 , 7 U 3 7 * ^ ^ ' 

7 * x-/ v/ 

<*>} Jm^<? . ^ .OsJ -^3 



"i ~£L e<i <-^._, 

tL>o 





UL /iOUAT c^rv-jj j^yYy^ir^JL.^ . 

-bo oo-ULA^v| ^rn^a-A^ o 

AjL^cJL . /)" (JLasvS& 

eJU^JL j-t , ^ 

<X<2. 




^oc A 


§>(0 (zhj?- 


/ ^sTV 

JrUi^L 3 ^ A™ ^ 

jr^TYH v &M •4^.^’ &J~ A-C_ t ‘ / U£‘ ^- X’\s 

i . uj ck «&<£ , G CM G^D 

i£ ' 


/r - JoH-C* 


t 


g- t <3. G ^ c f' 

l~yy\ & f ^-A^faJLsvCt t \s^jLc{ (^vjt^X SL 

-jjo G- \ Auy^~J( J j 

UJ4~. 9So^^. #'96 V'7 1 ' 'ft' 


^ _ 5 " l^s~- e 




I U)a^y 

, ^Jt~ /t'Sy 

Oyf^ JHusrtvb 

r^Gi 4%£»t3zzu<. 



p t-i — | , /■ 

f^z r'p r~^ — ^ itaS^L' M i zXJL. ■ • / " / S/ / 

C '"^ 3 Jwrf. 

rvuw WT-jrf^ 


f 0/5"£J2- Zi^Zo) . 10. >7 Y 

/) ' Y ' ^ - -"t : f 



»v^-i "»*£?? : fT^iud^ 


(^7 6 >^ r T '^ 1/ ^ / ^ s,/ I 

jv.o^r ^u^ 1 * jf *° ( y* t* 

C ou~ caJLa^~‘ (J a j ^ 


r (^r>7t^^i^v / L 

^ryL'^j " &' " 

-<k^ ^ tn * 


jg-tf-H -<Z H7t? 




I7.07Y 


I**, /-e ■ 

3. 

,, _ </ p j-r- U' //, , , ka-^c 

e- M'¥-c ^ j - ^33^, _ 

4. 1ST 1 


SM Sv-p. 

4 /i^eWl 6“*^’ . 2 ) ^ 

Jb^CLtsJ^ a^^AJr^^- *2 U 

/7 /~) <e 0> ^ . 

&L^& a^I/uU ^-i^h 


[y^yn^tuAi d£/&« 


A 


st 

<l u«P*&^y j. 


} ^L-U{ 

i'i>U 


Z-JL'.+ *? ? 

li /x s .*6 ^ <■//?. ,A- 'V 

o-Lu-au^ %^'(Ll^j} iulZx^pe-^A^ 

a JU^dJt (uzkhu. . A 
^ fLeixA^^ ^ 1 ' ' 









! 



AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


August 16, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 

Dear Mr. Newman: 

If possible, would you please send us a copy of the article on 
Mexican Bars by Buttrey as we discussed recently by telephone. 

We appreciate your assistance in this and enjoyed talking with 
you at the convention. 


Sincerely, 








AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


September 12, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 

Dear Mr. Newman: 

In early October, I will be leaving ANA to move back to the Midwest. 

Over the last years the success of ANACS can be attributed to the hard 
work from consultants such as yourself. 

As you are a consultant for ANACS, I'm sure that the support you have 
given me will continue for the benefit of both ANA and the certification 
service. 

I've enjoyed our working relationship and am confident that the knowledge 
acquired from you and the courtesy shown me will also be given to my 
successor . 

Again, thank you for being an ANACS consultant and your support of the 
certification service. 


Sincerely, 



*• ■* 


4 


V' 


ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 

645 o Cecil Avenue, St. Louis, Missouri 63205 

September 17, 1979 


Mr. John Hunter 
ANACS 

818 North Cascade 
Colorado Springs, CO 80903 

Dear John: 


I am very sorry to see you leave the ANACS. Perhaps you 
can still be a consultant. 

The most important point I wish to make is that you have 
done an outstanding piece of development in establishing ANACS on 
a high plain in handling very difficult and technical problems and 
in being able to work well with a group of divergent people. There 
is sincerity in your opinions and accuracy in your work and you can 
be very proud of it. 

Naturally I want to know who is taking over your work and 
what personally you are going to do, but that can wait until the 
next chapter. 

Godd luck in whatever you undertake. 


Cordially, 


Eric P. Newman 


jah 




ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 

6450 Cecil Avenue, St. Louis, Missouri 63105 




October 9, 1979 


American Numismatic Association 
Certification Service 
818 North Cascade 
Colorado Springs, CO 80903 

Gentlemen: 


Our housekeeper was looking for something my wife lost and 
put her hand into the recesses of an upholstered chair at our house. 
She found #4148 which is a 1799 cent weighing 10.1412 grams. This 
was sent to me for authentication on October 5, 1973. I wrote to you 
on October 18, 1973 that I could not locate it. My letter went to 
Charles Hoslcins, Washington, D, C. I believe you collected insurance 
on the item for the owner. If so, the coin probably belongs to the 
insurance company. You might want to offer the coin back to the owner 
on a return of the money he received. The coin is enclosed. 

In any event, I am so delighted to have found this coin as 
this is the only problem I have had with the authentification service 
in my many years of work. Will you be nice enough to let me know shat 
you do with it. 

As far as I am concerned the ANACS can retain it if no one 
with a prior title has any objection. 


Sincerely , 


Eric P. Newman 


jah 

Enel. 




AMERICAN NUMISMATIC ASSOCIATION 


October 15, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 

Dear Mr. Newman: 

Thank you for the return of coin number #4148, USA 1799 cent. 

We have written the submittor and will let you know the outcome. 
Again, our thanks for the return of the coin. 

Sincerely, 



CERTIFICATION SERVICE 


818 N. Cascade 
Colorado Springs, Co. 80903 



Mrs . Mary Thompson 

ANA Certification Service 


MT/ss 



AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


October 19, 1979 

Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


Coin Number 

E-8829-C 

E-8839-C 


CONSULTANT’S REQUEST 

Enclosed are the following coins for your opinions 


Owner’s Value 

$ 12,000.00 

500.00 


Comments 


fshtAr (Ircf 

f 


Consultant's Opinion 


^ h JUU ^ fc Q 


Total Value $ 12,500.00 

Check enclosed for return postage 
Sincerely, 




AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 

October 30, 1979 

Mr . Eric P . Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 



CONSULTANT'S REQUEST 


Enclosed are the following coins for your opinions 


Coin Number 

Owner ' s 

Value Comments 

E-0068-D 

E-0069-D 

$ 125.00 
125.00 

u«jUn ~ 4 ~ 

E-0070-D 

125.00 

C. Wyllys Betts Special 

E-0074-D 

125.00 

' ^rdL&jfc £>»C 

E-0075-D 

125.00 


E-0087-D 

125.00 

n?i 

E-0089-D 

125.00 

E-0091-D 

125.00 


E-0092-D 

125.00 

1 1 ? i~ 4 


Consultant's Opinion 


nil ( 


Total Value $ 1,125.00 


Check enclosed for return postage 
Sincerely, 

1 



Tom DeLorey 

ANACS 


AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


November 5, 1979 

Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


CONSULTANT’S REQUEST 

Enclosed are the following coins for your opinions 

Coin Number Owner's Value Comments Consultant's Opinion 

E-9404-C $ 100.00 

t 'l "il. 3 




Total Value $ 100.00 

Check enclosed for return postage 

Sincerely, 

( J~ y ‘ 



Tom DeLorey 

ANACS 


ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 

6450 Cecil Avenue, St. Louis, Missouri 63105 


REGISTERED MAIL # November 21, 1979 

ANACS 

818 North Cascade 
Colorado Springs, CO 80903 

Gentlemen: 

My opinions are as follows: 

E-0087-D 1787 N.J. Maris 60-P. 8.551 gms. 8.73. Sp. gr. 



Genuine. 



E-0092-D Badly deteriorated 1723 Rosa Americana 2d in white metal. 7.00 sp. gr. 
11.235 grams. Flaking. Rough surface. False. 


E-0089-D Mott Token 14.193 grams. 8.84 sp. gr. Genuine. 


E-0068-D Virginia halfpence 7.82 grams. 8.85 sp. gr. Genuine. 
E-0069-D London Elephant Token. 14.74 grams. 8.88 sp. gr. Genuine. 
E-0091-D Woods %d 6.692 grams, 8.88 sp. gr. Genuine. 

E-0070-D 1777 Bar Cent 6.668 grams 8.84 sp. gr. Spurious copper fake. 


E-0074-D 1784 Washington the Great D.G. 9.62 grams. 10.23 sp . gr. This is a 

copper plated lead and white metal cast. False. 

E-9404-C 1723 Woods %d. 6.632 grams. 8.86 sp . gr. Very rough fields and surface. 

Reddish color. Although this seems very different from normal strikes it 
seems genuine, and could be caused by a very rough planchet. 


E-8839-C 1766 Pitt %d Token in white metal. 7.60 grams 10.13 sp. gr. Field in 

front and back of bust and under ship has been scraped to cause depressed 
areas. Legend on reverse is weak and not struck. Two small casting holes 
in field below second C in COMMERCE. False. 


E-0075-D Bar Cent. 5.280 grams. 8.87 sp. gr. This is a Bolen copy of the Bar 

Cent. S over A. Dentils on USA side are off planchet from 2 to 5 o'clock. 
S touches bottom of U. False. 


Jk. 


Small Pine Tree Shilling with heavy die breaks. 4.58 grams. 10.29 sp. gr. 
This coin is Noe 16 with severe die breaks particularly from the rosette 
below the tree through the inner circle and into the I of IN. Its edge 
has been smoothed. It has some roughness to the left of the tree trunk, 
and between the rosette and M of MASATHUSETS. The edge is depressed near 
the large die break and near M which could be caused by a casting port. I 
am worried about this coin as it could be a centrifugal cast. Send it to 
Picker. I can't see any clear evidence of forgery but the edge has definitely 
been fiddled with. Who owns it? Why was the valuation put at $12,000? 



> \ 
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AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


December 12, 1979 


Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 


CONSULTANT’S REQUEST 

Enclosed are the following coins for your opinions 


Coin Number Owner's Value 

$ 

E-1743-D 1,500.00 

E-1881-D 125.00 


Comments Consultant's Opinion 

• '“'if 






Total Value 


* 1,625.00 


Check enclosed for return postage 


Sincerely, 




$ 



Ingrid K. Smith 
AN ACS 


i 


/(* - 3 - S'. 7 0 

^ .OZ ERIC P. NEWMAN NUMISMATIC EDUCATION SOCIETY 

6450 Cecil Avenue, St. Louis, Missouri 63105 

REGISTERED MAIL A 3 V ^ s 7 December 19, 1979 

ANACS 

818 North Cascade 
Colorado Springs, CO 80903 

Gentlemen: 


E-0087-D 

E-0092-D 

E-0089-D 

E-0068-D 

E-0069-D 

E-0091-D 

E-0070-D 

E-0074-D 

E-9404-C 

E-8839-C 


E-0075-D 


E-0212-D 


E-1881-D 

E-1743-D 


jah 

Ends. 


My opinions are as follows: 

1787 N.J. Maris 60-P. 8.551 gms. 8.73. Sp. gr. Genuine. 

Badly deteriorated 1723 Rosa Americana 2d in white metal. 7.00 sp. gr. 
11.235 grams. Flaking. Rough surface. False. 

Mott Token 14.193 grams. 8.84 sp. gr. Genuine. 

Virginia halfpence 7.82 grams. 8.85 sp. gr . Genuine. 

London Elephant Token. 14.74 grams. 8.88 sp. gr . Genuine. 

Woods %d 6.692 grams, 8.88 sp. gr. Genuine. 

1777 Bar Cent 6.668 grams 8.84 sp. gr. Spurious copper fake. 

1784 Washington the Great D.G. 9.62 grams. 10.23 sp. gr. This is a 
copper plated lead and white metal cast. False. 

1723 Woods %d. 6.632 grams. 8.86 sp . gr. Very rough fields and surface. 

Reddish color. Although this seems very different from normal strikes it 
seems genuine, and could be caused by a very rough planchet. 

1766 Pitt %d Token in white metal. 7.60 grams 10.13 sp. gr. Field in 
front and back of bust and under ship has been scraped to cause depressed 
areas. Legend on reverse is weak and not struck. Two small casting holes 
in field below second C in COMMERCE. False. 

Bar Cent. 5.280 grams. 8.87 sp. gr. This is a Bolen copy of the Bar 
Cent. S over A. Dentils on USA side are off planchet from 2 to 5 o'clock. 
S touches bottom of U. False. 

Fugio New Haven dies. 10.341 grams. 8.91 sp. gr. This is a strong example 
of the "restrike" in reddish copper. Whether the dies themselves were made 
in 1855-60 or not has not been cleared up. There is no original in 1787. 
This is as genuine as any are. 

Rhode Island token in brass. 13.322 grams. 8.30 sp. gr. full ornaments. 
Modern cast. 

Carolina 1694 Elephant. 9.560 grams. 8.92 sp. gr. Heavily worn. Genuine. 

Sincerely, 

Eric P. Newman 
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AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


December 28, 1979 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 

CONSULTANT'S REQUEST 

Enclosed are the following coins for your opinions 


Coin Number Owner's Value Comments Con sultant ' s Opinion 

$ 

E-3059-D 200.00 Believe it to be Genuine. 

1 



Total Value $ 200.00 

Check enclosed for return postage --$ 


Sincerely, 



Ingrid K. Smith 
ANACS 


T 


AMERICAN NUMISMATIC ASSOCIATION 

CERTIFICATION SERVICE 

818 N. Cascade 
Colorado Springs, Co. 80903 


February 4, 1980 


Mr. Eric P. Newman 
6450 Cecil Avenue 
St. Louis, MO 63105 

CONSULTANT * S REQUEST 

Enclosed are the following coins for your opinions 

Coin Number Owner's Value 

$ 

E-3627-D 1,000.00 


r 


E-4345-D 


2,000.00 


X 


Comments 


Consultant's Opinion 


A 


/if 

KC. 



Total Value $ 3,000.00 

Check enclosed for return postage --$ b 

Sincerely, 



Ingrid K. Smith 
ANACS 




) 


What ANACS Does for You ... 


ANACS provides two types of service — Authentica- 
tion and Grading. All items received at ANACS are 
given individual registry numbers, photographed, and 
weighed for the permanent ANACS files. The items are 
examined, through stereo microscopes, and specific 
gravity tests are performed on those items that warrant 
additional testing. Only then is a decision made as to 
whether the item is genuine or not. If genuine, and if 
grading has been requested, the grade is determined uti- 
lizing the Official ANA Grading Standards for United 
States Coins. If the item requires further examination 
by outside consultants for either authenticity or grade, 
the item will be forwarded to a recognized authority in 
that particular field and the submittor will be notified 
of the delay. 

When grading is desired on a numismatic item that 
has already been certified, the grading fee and ANACS 
photographic certificate must be sent with the item 
along with return postage and registered mail fees. 
Only authenticated coins will be considered for grad- 
ing opinions. 

Any numismatic itemsentto ANACS for authentica- 
tion will be returned to the sender with one of the fol- 
lowing opinions: 

(a) Genuine. A photographic certificate by ANACS 
will accompany the item. 

lb] Cannot Be Certified. This means that the item has 
been altered, is counterfeit, or is otherwise not as 
represented. Maximum base fee is S50, plus return 
postage and registered mail fees. 

|c| No Decision. Occasionally, because of excessive 
wear, corrosion, damage or other factors, a definite 
conclusion cannot be reached. The entire fee will 
be returned. 

(d) Modern Replica. ANACS defines the term modern 
replica to be those items that are made of base 
metals, sometimes goldine or silver plated, and 
sold as souvenirs or novelties. Only the minimum 
base fee, plus return postage and registered mail 
fees, will be charged. 



Any numismatic item sent to ANACS for grading 
will be returned with the determined grade stated on 
the ANACS photo certificate. A separate grade for each 
side of the item will be given, i.e. MS 60/63, with the 
obverse grade followed by the reverse grade. 

ANACS does not: 

(a) Provide the basis and names of consultants used in 
arriving at the final decision. 

(b) Grade items that have not, or cannot, be 
authenticated. 

(c) Estimate values of numismatic items. 

(d) Recommend dealers or numismatic authorities, 
jej Buy or sell any numismatic item. 

jf) Authenticate or grade any numismatic item on the 
basis of a photograph or rubbing. 

(g) Accept responsibility for the return of special 
holders. All items must be submitted in easy 
access holders. 

(h) Authenticate any legal tender paper money. 


What is ANACS. 

The American Numismatic Association Certifica- 
tion Service | ANACS) is one of the services of the feder- 
ally chartered, educational, non-profit American Nu- 
mismatic Association. The ANACS staff examines and 
makes non-destructive tests on numismatic items and 
furnishes the person submitting an item with a state- 
ment of opinion of the item's genuineness and grade. 

These services are available to anyone, whether ANA 
member or not, for a fee that helps to reimburse the 
ANA for the costs of maintaining ANACS and its opera- 
tions. A schedule of fees and a Request for Certification 
form is included with this brochure. 

How to Submit 

1 . Fill out a Request for Certification form (see back of 
pamphlet) for each item. Please type or print 
legibly. The following information must be 
included: 

(a) Name and mailing address, including your zip 
code. Phone numbers are often helpful. 

(b) Description of item, such as: country of issue, 
denomination, date, mintmark, metal, initials 
of mintmaster or assayer, signatures, etc. If you 
believe that your item has seldom-seen charac- 
teristics or significant features, please describe 
them. 

(c) Value you place on item ( essential for insur- 
ance purposes). 

(d) Amount of remittance accompanying the item 
|ANACS fee, insurance or registered mail fee, 
and return postage). 

2. Place each item in a suitable easy access holder. 


/ 



3. Place the holders or envelopes containing the items 
inside a mailer designed for the purpose, or in a 
folded cardboard. 

4. Put the wrapped protected item(s), along with the 
request form(s) and remittance made payable to 
ANACS, in a suitable mailing container. 

5. Address the shipment to: ANA Certification Serv- 
ice, 818 N. Cascade Ave., Colorado Springs, CO 
80903. 

6. Registered mail is recommended for maximum pro- 
tection. Check with your postmaster as to the limit 
of liability for lost mail. Be sure to keep your regis- 
tered mail receipts. 

7. Items may be submitted in person to, and picked up 
from, the ANACS offices if such arrangements are 
made in advance. 

Time Involved 
for Service 

Coins may take four to six weeks for processing. A 
photographic certificate of the item, if genuine, and the 
item itself will be returned together to the sender. 

Numismatic items submitted to ANACS will be re- 
turned to the sender unless ANACS is directed to do 
otherwise in writing. 

Photographic 

Service 

ANA has its own photographic facilities and can pro- 
vide photographic services for research, display or 


other uses of those items submitted for certification. 
Minimal fees are charged for enlargements, in any size 
up to 8 x 10 inches, of either full obverses, full reverses, 
or details photographed through the microscope. The 
person requesting the photographs must specify the 
area to be enlarged. Cost of additional custom services 
is available upon request. 


Photographic Services 


Black, and White ANA Member 

Non-Member 

24x36mm (slide) 

$3.60 

$4.00 

4x5 inches* 

3.40 

3.75 

5x7 inches* 

4.10 

4.50 

8x10 inches* 

5.40 

6.00 

Photomicrographs 
(additional per order) 

7.20 

8.00 

Color 

24x36mm (slide) 

5.40 

6.00 


'Glossy finish on resin coated paper. 





REQUEST FOR ANACS CERTIFICATE 
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ANACS has determined this item is genuine and as described 


No: 


**USA 1979-5 HALF DOLLAR - PROOF** 


E-6975-F 


Grade: PF67/67 


Registered to: 


A.N.A. MUSEUM 


04-13-83 



When a numismatic item has been transferred to a 
new owner, a new certificate can be issued by ANACS if 
the original certificate is returned to us, along with the 
name of the new owner. 

If the original certificate is lost, it can be reissued 
only if ANACS is notified, in writing, of the circum- 
stances surrounding that loss as far as those circum- 
stances are known. 

The cost of either a transfer or reissuance of a certifi- 


cate is $4. We must be advised of the item number, ori- 
ginal submitter's name and the description of the item. 


Authentication A Grading Fee Schedule- 
Based on owner's estimated value. 


Owner’s 


ANA Member Fee 

Non-Member Fee 

Value 


Auth. 

Grading 

Auth. 

Grading 

$ 0- $150 


$7.00 

$ 5.50 

$ 8.00 

$ 

6.50 

151- 300 


10.00 

5.50 

11.50 


6.50 

301- 550 


14.00 

5.50 

16.00 


6.50 

Over $550 

2.7% of value 1% of value 

3% of value 1.5% of value 

Maximum Fee 

$300.00 

$20.00 

$325.00 

$25.00 



All fees are per item. 





Registered Mail Fees 



$ 0.00 

to 

$100 - 

$3.30 $4000.01 to 

5000 - 

$ 5.10 

100.01 

to 

500 - 

3.60 

5000.01 to 

6000 - 

5.40 

500.01 

to 

1000 - 

3.90 

6000.01 to 

7000 - 

5.70 

1000.01 

to 

2000 - 

4.20 

7000.01 to 

8000 - 

6.00 

2000.01 

to 

3000 - 

4.50 

8000.01 to 

9000 - 

6.30 

3000.01 

to 

4000 - 

4.80 

9000.01 to 

10,000 

6.60 


$10,000.01 to $25,000 add 30« per each 
additional $1,000.00 evaluation. 

WARNING: For your protection total value in one package 
should not exceed $25,000.00. 

For additional forms or information contact: 

ANACS 

818 N. Cascade, Colorado Springs, CO 80903 
Phone: (303) 632-2646 
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Testing for specific gravity is often required to 
determine a coin's authenticity. 


COUNTERFEIT DETECTION is one of the most 
important services provided by ANACS. United 
States, foreign and ancient coins can be sub- 
mitted to ANACS to determine if they are genu- 
ine, original and unaltered. ANA has been in- 
strumental in identifying and publicizing many 
counterfeit pieces. Altered coins, once very 
prevalent, have become far less a problem 
because of exposure by ANACS in numismatic 
literature and educational seminars. 

Collectors should remember that a seller's 
responsibility to sell only genuine numismatic 
items is not subject to time limitations. Any 
item found to be counterfeit at any time should 
be returned to the seller for refund or adjustment. 

ADDITIONAL ANACS SERVICES include cus- 
tom photography of numismatic items, research 
assistance for authors, attribution of unusual 
coins, scanning electron microscope examina- 
tion, publication of couterfeit detection bul- 
letins and presentation of public seminars. 
Additional information about ANACS and 
other services available to the collector from the 
American Numismatic Association can be re- 
quested by contacting: 

American Numismatic Association 
818 N. Cascade Ave., Colorado Springs, CO 80903 
Phone: 303/632-2646 


SUBJECTIVE GRADING FACTORS 

How they can affect the value 
of a Choice Uncirculated Coin 


Average Value 

+ 


Diminished 


Luster 


Strike 


Brilliant 


Weak 


I 


Strong 

Toning 

Unattractive HI Attractive 


I 


Diminished 


I 


Color 

Original 

Blemishes 

Noticeable Small 

I 

Contact Marks 

Obvious Hi Concealed 

I 


Major 


Mint Flaws 

Minor 

I 

Proof-like 

Surfaces 


Semi-Proof-Like 


Eye Appeal 

Poor ■■ Excellent 


Deep 


The total eye appeal of a coin takes into 
consideration a combination of all positive and 
negative qualities to arrive at a fair market 
value. No two coins are ever exactly alike in 
every respect and thus values vary. In some in- 
stances AU-55 graded coins could be valued 
nearly equal to MS-63 pieces because of superior 
eye appeal; conversely, some MS-65 coins are 
valued lower than MS-63 for reasons of poor 
strike, lustre or flaws. 


/ 


NUMISMATIC 


ANACS has determined this item is genuine and as described 


**USA 1979-S HALF DOLLAR -• PROOF** 
No: E-6975-F Grade: PF67/67 

Registered to: A.N*A. MUSEUM 04-13-83 





When a numismatic item has been transferred to a new 
owner, a new certificate can be issued by ANACS if the 
original certificate is returned to us, along with the name 
of the new owner. 

If the original certificate is lost, it can be reissued only 
if ANACS is notified, in writing, of the circumstances 
surrounding that loss as far as they are known. 

The cost of either a transfer or the reissuance of a certifi- 
cate is $4. We must be advised of the item number, original 
submitter's name and the description of the item. 

* ★ ★ 

Following is a list of Official Grading Standards designations 
authorized by the ANA and used by ANACS to indicate the condi- 
tion of U.S. coins. 

MS-70 Perfect Uncirculated 
MS-67 Gem Uncirculated 
MS-65 Choice Uncirculated 
MS-63 Select Uncirculated 
MS-60 Uncirculated 
AU-55 Choice ’QggMgpAbt.UaC 
AU-50 About Uncirculated 
EF-45 Choice Extremely Fine 

It is often the case that because of the peculiarities of striking or 
a coin's design, one side of the coin will grade differently from the 
other. When this is the case, a diagonal mark is used to separate the 
two. For example, a coin with an AU-50 obverse and a Choice 
Extremely Fine-45 reverse can be described as AU-EF or, alter- 
natively, 50/45. The ANA grading system requires adherence to the 
standard numerical designations. Experienced numismatists can 
generally agree on whether a given coin is MS-60 or MS-63. However, 
it is the opinion of ANACS that not even the most advanced 
numismatists could consistently agree on such minute classifica- 
tions as MS-61, MS-62, MS-64 and so on. These distinctions would 
be simply too minute to permit accuracy. In all instances, if there 
is any doubt, the next lowest standard grade should be used. The 
use of plus or minus signs or hyphens, such as MS-67-70, is not ac- 
cepted practice. 

Important Note: Although other grading systems are in use and 
no requirement is made that any collector, dealer or other 
numismatist must use the ANA grading system, it is required that 
when a statement is made that coins are graded according to the ANA 
system, then the ANA system in its correct and strict form must 
be followed without unauthorized hyphenated grades, plus or minus 
signs or other adjectives not found in the ANA grading system. 


EF-40 Extremely Fine 
VF-30 Choice Very Fine 
VF-20 Very Fine 
F-12 Fine 
VG-8 Very Good 
G-4 Good 
AG-3 About Good 



• CERTIFICATION • 



BASIC FACTS... 


About Grading 

and 

Authentication 




ANACS 



THE AMERICAN NUMISMATIC ASSOCIATION 
CERTIFICATION SERVICE (ANACS), one of the 
many services provided by the American Nu- 
mismatic Association (ANA), is dedicated to 
furthering the numismatic hobby by providing 
collectors with a numismatic grading and 
authentication service based on the judgements 
of professional, experienced numismatists and 
state-of-the-art techniques. As each coin is re- 
ceived by ANACS it is numbered, photographed, 
weighed and recorded on a computer. A min- 
imum of four staff members then examine each 
piece for authenticity and grade. If these staff 
members disagree, the coin is reviewed by the 
entire staff and, if necessary, sent to outside con- 
sultants who are acknowledged experts in 
various areas of numismatics. 

In unusual cases where no single grade deci- 
sion can be reached, a detailed report is prepared 
to explain the circumstances for the difference 
of opinion. If a split decision is reached, usually 
a variation of one or two points, the certification 
will indicate minimum and maximum grade. 

Following research, authentication and grad- 
ing, a photographic certificate is prepared and 
returned with the coin. A permanent record of 
each coin is maintained by ANACS and updated 
with each reported transfer of ownership. 



The image of a coin is flashed on the viewing screen 
of the scanning electron microscope, allowing the 
authenticator to spot alterations. 



A stereo microscope, the instrument most often used 
in authentication, provides assistance to ANACS. 


GRADING IS IMPORTANT, particularly when 
establishing the value of a coin, because a coin's 
value is closely related to its state of preserva- 
tion, a condition indicated by grade. In addition 
to a coin's numerical "book" grade, several sub- 
jective factors also have a direct bearing on 
value. These factors include eye appeal, lustre, 
quality of strike, location and severity of contact 
marks and blemishes, color and toning. The 
numerical grade opinion assigned by ANACS 
is a general designation of the state of preserva- 
tion as described in the American Numismatic 
Association's Official Grading Standards for 
United States Coins. Subjective factors are 
always given consideration by ANACS staff, but 
because of subtle, human differences in percep- 
tions, the same coin may be evaluated some- 
what differently by different graders. For these 
reasons, grading cannot be considered an exact 
science. Differences of opinion concerning the 
precise grading and value of many coins can 
occur whenever more than one grader assigns 
a number to a coin. 

DIFFERENCE OF GRADE OPINION sometimes 
causes concern, particularly if a coin appears to 
be overgraded and therefore overpriced. When 
this occurs, the prospective purchaser should at- 
tempt to determine whether or not the coin 
meets accepted standards. If the buyer and seller 
cannot agree on a coin's grade, an objective 
opinion should be obtained from a qualified 
third party. Experienced coin dealers, profes- 
sional numismatists and qualified independent 
grading services are all excellent sources for 


third-party opinions. In addition, ANA mem- 
bers can take advantage of the Association's 
library collection of books about grading and 
grading standards. 

DISAGREEMENTS ABOUT GRADE between 
buyer and seller should be resolved immediately 
whenever possible. Many dealers have policies 
concerning differences in grade, and many even 
offer grade guarantees. The buyer should always 
make certain that any guarantee or agreement 
is fully stated and understood prior to the point 
of sale. If the sale of a coin is contingent upon 
it meeting predetermined grading standards ac- 
ceptable to both the buyer and seller, any dis- 
pute regarding grade will generally be settled 
quickly. Coins purchased by mail or otherwise 
contracted for without prior inspection should 
only be accepted if a reasonable time is allowed 
for examination. This period should include a 
sufficient time for delivery and return by mail 
and should also include a provision for an ex- 
tension if the item must be sent to a third party 
for an additional grade opinion. 

Although nearly all dealers publish their 
policies regarding direct, mail and auction sales, 
policies can differ slightly and the buyer is ad- 
vised to examine each very carefully. If a pur- 
chase agreement is not stated by the dealer, the 
buyer should request that an agreement state- 
ment be included with the bill of sale. 

TO SETTLE A DISPUTE the buyer should con- 
tact the seller as soon as possible within the 
return policy time limit, presenting facts to 
substantiate his different grade opinion. The 
coin should then be returned exactly as it was 
received, and a settlement made immediately. 
A seller's responsibility for acceptably graded 
coins need not necessarily extend beyond a 
reasonable period of time for thorough examina- 
tion of the piece. Some policies and special 
situations may require an extension beyond the 
usual time allowed, but such an extension is not 
implied in a simple, standard transaction. This 
is for the buyer's protection as well as the 
seller's, as the condition of a coin may change 
during the examination period due to improper 
handling or storage. 

The responsibility for properly graded coins 
is shared by the buyer and the seller. While it 
is the responsibility of the seller to grade as ac- 
curately as possible, it is equally important for 
the purchaser to be accurate in any claim that 
contradicts the seller's assigned grade. When a 


seller fails to honor an agreement, the matter 
should be brought to the attention of other con- 
cerned parties, such as a local Better Busi- 
ness Bureau, the publication in which the 
material was advertised, or the Post Office if 
mail fraud is suspected. If the seller is a member 
of a professional dealer organization or the 
American Numismatic Association, these agen- 
cies should be notified and presented with a 
request for information and assistance. 



Determined by an electronic balance, the weight of 
a coin is entered in the coin’s computer record. 


ANACS IS A SERVICE that offers an inde- 
pendent, unbiased and professional opinion 
about the authenticity and grade of numismatic 
items. Because ANA grading standards apply 
only to United States coins, only U.S. regular 
issue and commemorative coins are graded by 
ANACS. No opinions are given regarding the 
value or saleability of any coin. The opinions 
offered by ANACS represent the best judgment 
and experience of trained numismatic profes- 
sionals based on the most accurate and up-to- 
date information available to them. Because 
ANACS employs only nondestructive tech- 
niques for counterfeit detection and because 
grading is always a subjective procedure, no 
warranties are expressed or implied in ANACS 
opinions. Certification does not constitute a 
guarantee that an item is genuine or that 
others will not reach a different conclusion as 
to grade. 

A number of other independent grading and 
authentication services offer similar services, 
and should be employed if desired. These agen- 
cies all provide objective opinions that may be 
helpful in settling disputes concerning the 
proper classification of coins. 



